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NATIONAL ADVISORY COMMITTEE FOR AERONAUTICS 
RESEARCH MEMORANDUM 
A PRELIMINARY STUDY OF THE PREPARATION OF SLURRY FUELS FROM 
VAPORIZED MAGNESIUM 


By Walter R. Witzke, George M. Prok, and Thomas J. Walsh 


SUMMARY 


Slurry fuels containing extremely small particles of magnesium were 
prepared. by concentrating the dilute slurry product resulting from the 
shock-cooling of magnesium metal vapors with a liquid hydrocarbon spray. 
A complete description of the equipment and procedure used in preparing 
the fuel is given. Ninety-five percent by weight of the solid particles 
formed by this process passed through a 100-mesh screen. The particle- 
size distribution of the screened fraction of one run, as determined by 
sedimentation analysis, indicated that 73 percent by weight of the metal 
particles were finer than 2 microns in equivalent spherical diameter. 
The purity of the solid particles ranged as high as 98.9 percent by 
weight of free magnesium. The screened product was concentrated by means 
of a bowl-type centrifuge from 0.5 to more than 50 percent by weight of 
solids content to form an extremely viscous, clay-like mass. By the ađ- 
dition of a surf&ce-active agent, this viscous material was converted 
into a pumpable slurry fuel. 


INTRODUCTION 


Theoretical combustion studies at the NACA Lewis laboratory with 
concentrated suspensions of magnesium particles in hydrocarbon indicated 
that greater thrust is obtained with these slurry fuels than with conven- 
tional jet fuels (ref. 1). This was confirmed experimentally in a sim- 
ulated afterburner with the additional advantage of better combustion 
stability (ref. 2). Further investigations indicated that higher blow- 
out velocities and higher metal combustion efficiencies result as the 
particle size of the magnesium is decreased (refs. 3 and 4). Since no 
commercial sources of & sizable quantity of very fine magnesium metal 
powder were found, an investigation was undertaken to develop a practical 
method of preparing slurry fuels containing particles of magnesium 
approximately 1 to 2 microns in diameter. 


Various methods for preparing fine particles were studied. Milling 
Operations were not entirely satisfactory because of the long milling 
time, poor yields, and the flattened shape of the product. A commercial 
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product prepared by atomization of the molten metal gave only very smell 
yields in the désSired particle-size range. The method of preparing ex- 
tremely small magnesium particles by vapor condensation held the greatest 
assurance of successful results (ref. 5). This method consisted in pass- 
ing hot vapors through a jet or spray of a cold fluid to cool the vapor 
rapidly to a low temperature. Very fine particles (0.1 to 0.6 u) of 
solid were reported to form as a result of the sudden quenching. 


The vapor-condensation method has been used in the commercial pro- 
duction of metallic magnesium primarily to inhibit the reoxidation of 
the magnesium; but an undesirable effect, from a refining viewpoint, was 
the formation of a crude product of extremely fine powder (ref. 5). The 
method discussed in reference 5 consists in quenching magnesium vapors 
with cold natural gas instead of hydrogen'as used in the original 
Hansgirg process. The process was further modified by substituting a 
volatile liquid as the quench medium (refs. 6, 7, and 8). Various phases 
of the latter modification were adapted for the present investigation 
because the finely divided product was similar to that desired for fuel 
preparation; the use of a liquid hydrocarbon as the condensing medium was 
especially desirable since the final product was in the form of & slurry 
requiring only concentration and the addition of additives to make it 
suitable for combustion studies. 


This report describes the equipment and materials used in vaporizing 
the magnesium metal, rapidly condensing its vapor, separating the metal 
particles and hydrocarbon from the inerting gas, and concentrating the 


magnesium suspension. The work covered in this report was carried on 
from August, 1952, to August, 19595. 


DESCRIPTION OF PROCESS AND APPARATUS 
Process 


Magnesium metal was vaporized by heating the material to about 


20005 F. Hot helium gas was used to maintain the vaporizing pot at a . 


pressure of approximately 3.5 pounds per square inch gage. The hot vapors 
were passed through a heated orifice and into the path of a series of hy- 
drocarbon sprays where condensation of the magnesium vapor into minute 
particles of solid took place. The solid particles were carried by hydro- 
carbon liquid into collectors following separation from the helium gas and 
some vaporized hydrocarbon. A vacuum was maintained downstream of the 
orifice. 


Apparatus 


The equipment in the magnesium vaporization unit was arranged as 
shown in the flow sheet and schematic diagram (figs. 1 and 2). The unit 
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consisted of a vaporizing furnace, a shock-cooling condenser, a means for 
separating and collecting the product, and auxiliary equipment. The 
equipment to be described was developed as a result of test runs with 
several earlier designs. 


An Inconel resistance heater preheated the helium, which entered the 


1 
vaporizing furnace through the 15-inch pipe in the top of the pot. Power 


was supplied to the Inconel tubing from a 300-ampere d-c welding unit and 
was controlled by adjusting the voltage and amperage. 


The vaporizing furnace was a mlld-steel pot surrounded by asbestos 
insulation and heated by induction (fig. 3). The pot was constructed by 
welding plates on the ends of a 9-inch section of standard 4-inch pipe. 
Threaded openings were provided at the top of the pot for entry of a 

1 


i5~inch feed pipe and several thermocouples. A side outlet was centered 


τὰ inches from the bottom plate. 


The pot was heated by means of a 30-kilowatt high-frequency induction 
unit. A magnetic field developed around an eight-turn coil, which had a 
55-inch inside diameter and was made of 1/4-inch copper tubing. A 3/8- 
inch spacing between turns was maintained by blocks of asbestos cement. 


The vaporizing pot was connected through the side outlet to the 
shock-ecooling condenser by a 1=ineh pipe nipple containing a replaceable 


1/4-inch converging-diverging stainless-steel orifice. Because of con- 
densation of the metal vapors at the orifice and in the piping between 
the pot and the shock-cooling condenser, the induction coil was extended 
to heat this section (fig. 3). This portion of the induction coil had a 


25-inch inside diameter, six turns, and 1/2-inch spacing between turns. 


The shock~cooling condenser was designed to provide a curtain of 
coolant in the path of the hot metal vapors coming from the pot without 
cooling the intervening piping (fig. 5). Three hollow-cone Spray nozzles, 
one rated at 10.5 gallons per hour (60° included spray angle) and two at 
21.5 gallons per hour (80° included angle), were installed to spray down- 
ward at right angles to the metal vapor flow. The nozzle with the narrow 
spray angle was nearest the inlet to the spray chamber so that liquid did 
not strike and cool the inlet duct. The condensing medium was taken from 
& oo-gallon drum and passed through a flow control valve to the spray 
nozzles by means of a gear pump. 
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Separation of the product from the inerting gas was accomplished by 
collecting the unvaporized hydrocarbon and part of the condensed magne- 
sium particles in a 2O-gallion drum below the spray chamber. The hydro- 
carbon vapors with the portion of magnesium particles not already removed 
by the first collector were condensed in a pair of ice-water-cooled ` APPIO 
Heliflow coils and collected in a second ZO-gallon drum. 


In order to prevent any loss of the metal particles from the system, 
the inerting gas was passed through a bath of hydrocarbon followed by a 
felt filter. A water-cooled heat exchanger was situated in the line to 
condense any hydrocarbon vapors passing the filter. The final piping was 
connected to a 4-inch vacuum line serviced by a 225-cubic-foot-per-minute 
Beach-Russ vacuum pump. 


The concentration of the vapor-condensation product was carried out 
as a separate operation with a bowl-type laboratory centrifuge. Although 
this unit was designed principally for liquid-liquid separation, it was 
Pound capable of concentrating small batches to approximately 50 percent 
solids content by weight, with a clear liquid discharge, at rotor speeds 
of 30,000 to 40,000 rpm. 


Instrumentation 


The instruments employed on the magnesium vaporization unit consist- 
ed of temperature, pressure, and flow measuring devices. Self-balancing 
potentiometers were used for recording and indicating temperatures of 
thermocouples at various points in the system. Thermocouple wells pro- 
tected the thermocouples extending into the magnesium in the pot. All 
thermocouples were grounded to the instrument case by means of a l- 
microfarad condenser to eliminate alternating current disturbance from 
the induction coil. The pot pressure and after-spray pressure were in- 
dicated by a 50-pound-per-square-inch gage and a 56-inch U-tube mercury 
manometer, respectively; these pressures were also recorded by a self- ` 
balancing potentiometer with the aid of pressure-sensing elements. The 
flow of helium and hydrocarbon was measured by means of rotameters. 
Power input to the induction unit was measured by a wattmeter. 


DESCRIPTION OF MATERIAIS 


Magnesium 


Various forms of magnesium were used for charging the pot. Among 
these was atomized cell powder of 99.8 pércent purity with a particle size 
ranging from l6 to 200 mesh. Small magnesium chips were also employed. 

A more satisfactory pot charge was found in l-inch strips of 1/8-inch mag- 
nesium wire. The wire had a purity of approximately 99 percent free 
magnesium. 7 
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Condensing Medium 


The hydrocarbon mixture used as the condensing medium in the major- 
ity of the runs was MIL-F-5616 grade JP-1 fuel (table I). A few initial 
runs were made with a mixture of 90 percent n-heptane and 10 percent JP-l. 


Hel ium 


Analysis of the helium indicated it to be free of water and oxygen. 


PROCEDURE 


Preparation for a test run, following assembly of the equipment, 
consisted in filling the pot with about 3 pounds of magnesium and in- 
specting the unit for leaks. The system was evacuated, purged with he- 
lium to remove all oxygen, and pressurized to about 3.5 pounds per square 
inch gage with the inert gas. 


With no flow of materials through the system, power was applied to 
heat the pot, the helium, and the orifice section. Sufficient heating 
of these three items was required before flow was initiated to prevent 
condensation of the metal vapors before they reached the shock-cooling 


condenser. 


When the liquid-magnesium temperature reached 14009 F, flow was 
started through the apparatus as follows: (1) Helium was passed through 
the resistance heater and into the pot; (2) the pressure was reduced 
downstream of the orifice by means of the vacuum pump; and (3) the hydro- 
carbon was sprayed into the shock-cooling condenser. As the vapor pres- 
sure of the metal increased with further temperature rise, the pressure 
in the pot was kept constant through manual adjustment of the helium 
flow. The pressure downstream of the orifice was held constant by a 
manually controlled air bleed valve at the vacuum-pump inlet. Shutdown 
required the cutting off of power to the induction heater and reduction 
of the helium temperature.  Whén the magnesium temperature decreased be- 
low 12005 F ; the helium heater was turned off &nd the flow of the gas re- 
duced; the vacuum pump and the condensing liquid spray were stopped and 
the magnesium allowed to cool to 200° F. A slight positive pressure of 
helium was maintained throughout the cooling period. 


Ihe product from the vapor-condensation process was pumped through 
a lOO-mesh screen, which removed the coarse particles. After thorough 
mixing with a turbine stirrer, samples of the product were taken for 
analysis. Concentration of the mixture from 0.5 percent to 50 percent 
by weight of solids followed in the laboratory centrifuge at a feed rate 
of about 500 cubic centimeters per minute. 
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Special precautions. - A certain degree of hazard was involved in 
the disassembly and cleaning of equipment and in the storage of the prod- 
uct. Several fires started when the piping at the orifice and the spray 
chamber was opened. Steam cleaning was employed for removing the mag- 
nesium deposits.in the piping and usually resulted in ignition of the 
magnesium. During the cleaning and disassembly operations, protection 
for the face and hands was necessary. Cleaning of the slurry collectors 
was advisable as soon as possible after removal of product since evap- 
oration of the hydrocarbon resulted in spontaneous ignition of the ex- 
posed magnesium particles. The principal precaution taken in storing the 
concentrated product was keeping the material in a closed container and 
the magnesium particles covered with liquid hydrocarbon. 


Chemical analysis of solid product. - The analytical determination 


for free magnesium content in the solid product was carried out gravimet- 
rically. The slurry was treated with acid, and the liberated hydrogen 
was converted to water by passing it through a combustion train contain- 
ing cupric oxide. The weight of free metal was calculated on the basis _ 
of the weight of water collected. The total magnesium content was deter- 
mined gravimetrically by precipitating the metal from the acid solution 
with 8-hydroxyquinoline. The accuracy of the method was found to be 
within +0.1 percent, with magnesium sulfate used as a standard. 


Particle-size analysis by sedimentation. - Data for the size distri- 


bution of the magnesium particles in the product were obtained according 
to the modification of the Casagrande method of particle-size analysis 
proposed in reference 9 with a long-arm centrifuge. This method had to 
be further modified to accommodate the lower densities of the materials 
involved. The specific-gravity determinations were made using a Westphal 
balance instead of a hydrometer. 


OPERATIONAL AND DESIGN PROBLEMS 


The vaporization unit described in this report and operated at the 
present time is the design evolved from the solution of problems encoun- 
tered in several attempts to produce high-purity, submicron magnesium 
particles by vapor condensation. A discussion of these problems and their 
solution is believed desirable to aid others who may wish to prepare fuels 
by this method. 


Atomized magnesium powder served as the starting material in the pot 
until it was found that high helium flows carried the powder from the pot, 
causing clogging of the orifice and contamination of the product with 
large particles. Magnesium chips also produced clogging of the orifice. 
Short strips of magnesium wire were too heavy to be affected by the gas 
flow and therefore proved to be a satisfactory charge material for the 
vaporizing pot. 
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The first vaporizing pot was coristructed from graphite to withstand 
the high temperatures and attack from the magnesium vapors. Its porous 
structure required an enclosing shell which also contained the induction 
coil and high-temperature insulation. The system was operated under vac- 
uum conditions, and helium was used to pressurize the pot shell. With this 
arrangement, severe arcing across the induction coil was caused by the 
presence of helium. 


Revision of the furnace to the design described in the Apparatus 
section in this report eliminated the difficulty of arcing. An AISI type 
547 stainless-steel pot was used in this second assembly, but the mag- 
nesium vapor reacted sufficiently with the alloyed nickel to cause a 
leak. Consequently, a third pot made of mild steel was installed. Al- 
though limited in service by the severe oxidation of the exterior of the 
pot resulting from the high-temperature operation, the mild-steel pot 
proved satisfactory. 


Clogging of the section between the pot and the spray area was a 
constant problem. Τα the initial runs with no restriction at the outlet 
of the pot, a coke plug formed as a result of the thermal cracking of the 
hydrocarbon spray. This apparently arose from the diffusion of the or- 
ganic vapors into the hotter portions of the apparatus. The coke forma- 
tion was completely eliminated through the installation of an orifice 
between the pot and the spray area. 


Further clogging in the piping, before the condensing spray, was 
caused by condensation of magnesium in this section. The condensation 
was related to the design characteristics and temperature of the orifice 
and condenser sections. By heating the piping between the pot and the 
spray chamber to a temperature above the melting point of the magnesium, 
metal deposition in the orifice was practically eliminated. Replacement 
of the sharp-edge orifice, used in most of the runs, with a converging- 
diverging one further alleviated elogging in this section. 


Clogging at the spray-area inlet, where a temperature transition 
occurs, varied with the design of the shock-cooling condenser. Prior to 
adoption of the spray-chamber type shown in figure 3, the condenser usu- 
ally consisted of a nozzle spraying the hydrocarbon upstream or downstream 
in the pipe leading from the pot. (This type of design is illustrated by 
the double-Y condenser shown in fig. 4.) The spray-chamber design was 
based on the assumption th&t the rapid build-up of & magnesium plug in the 
double-Y condenser had been due to the cooling effect of the spray on the 
walls of the piping and to the narrowness of the passage. The spray cham- 
ber proved satisfactory in that only & small amount of magnesium was de- 
posited in the inlet area. 


Separation of the product from the helium was first performed by a 
é-inch cyclone separator. The separating efficiency of this unit was not 
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very high based on. the amount of solid accumulated in the felt filter 


following the cyclone separator. Furthermore, the interior of the cyclone 


showed a build-up of sludge on the walls. A more efficient separator was 
found in the Heliflow coils. The effect of this equipment was to con- 
dense all the hydrocarbon vapor. and thereby to wash out the solid parti- 
cles in the gas stream. A hydrocarbon bath and felt filter were effec- 
tive in removing the final traces of solid particles. 


The use of a mixture of 90 percent n-heptane and lO percent JP-l 
fuel (volume basis) as the condensing medium in the first few runs proved 
undesirable at the low operating pressures. With the after-spray pres- 
sure (downstream of orifice) below 2 pounds per square inch absolute, the 
n-heptane showed a tendency to boil. The JP-1 fuel itself, being less 
volatile, gave good results as the condensing medium in later runs. © 


DISCUSSION OF RESULTS 


The data and results obtained in the vapor condensation of magnesium 
are shown in tables II and ITI, respectively. The on-stream time is the 
interval of operation from the initiation of flow until the induction 
heating was discontinued. The magnesium distillation rate is the loss 
in weight of the crucible and its contents during the run divided by the 
on-stream time. All temperatures and pressures were averaged on a time- 
weighted basis during the on-stream time. The power requirements for the 
induction unit included the heating of the orifice section as well as the 
vaporizing pot and magnesium charge. 


A limitation in the amount of power available affected the distilla- 
tion. rate of the magnesium, because the induction unit when operated at 
full capacity did not supply a sufficient amount of energy to produce 


boiling of the magnesium in the vaporizing pot. As an aid to the magnesi- 


um distillation, helium was employed to sweep the metal vapors from the 
pot into the shock-cooling condenser. 


Helium flows up to 25.7 pounds per hour were employed. Initially, 
the flow of this inert gas into the pot served to maintain sonic condi- 
tions at the orifice to stop clogging. However, it was later found (in 
run 29) that a mass velocity of the helium and magnesium vapors as low 
as 287 pounds per hour per square inch of cross-sectional area (somewhat 
below sonic velocity) did not lead to clogging by magnesium in the heated 
orifice. It was further noted in run 35 with a 3/32-inch orifice that 
the helium flow could be decreased to zero during the vaporization of the 
magnesium without any deleterious effects. However, the continued use of 
helium was considered necessary for the startup and shutdown of the unit. 


During a number of runs in which helium was used throughout the op- 
eration, the effect of the helium temperature from 1200° to 1700° F was 
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observed with respect to clogging. The helium temperature had no effect 
on clogging as long as it was kept above the melting temperature of the 
magnesium. Below this temperature, one run (rum 27) plugged completely 
within 3 minutes following the shutdown of the helium heater. 


Operation of the system with pot pressures below atmospheric pres- 
sure resulted in a product containing solid particles of low free-metal 
content. This was presumed to be due to oxidation of the magnesium by 
air which leaked into the apparatus. When the pot pressure was raised 
above atmospheric pressure, high product purity was achieved. 


The flow rate of the condensing medium was varied between 190 and 
400 pounds per hour to determine its effect on the quantity of large 
particles formed. Under the existing operating conditions, no definite 
relation could be established between the flow rate of the hydrocarbon 
spray and the percentage of condensed magnesium particles retained by a 
LOO-mesh screen. 


It was originally estimated that about 20 pounds of liquid hydro- 
carbon, of which 1 pound was relatively nonvolatile, would be required 
to condense and cool each pound of magnesium vapor. Vaporization of all 
but 1 pound of the hydrocarbon should then have resulted in a 50 percent 
by weight magnesium slurry. These results were never realized with the 
shock-cooling condensers used because of the high temperatures occurring 
downstream of the condenser and the consequent requirement of hydrocarbon 
flows 5 to 25 times theoretical. 


The amount of fine particles that passed through a 100-mesh screen 
was used as a measure of the efficiency of the condensation process. The 
lOO-mesh screen was selected because this screen contained openings small- 
er than those of any orifice which might be used in & fuel system and 
thereby precluded any future stoppage of slurry fuel flow. The amount 
of fine particles passing through the screen ranged from 85.0 to 99.7 
percent on & weight basis. The average for the runs evaluated was 95 
percent by weight. The material passing the lOO-mesh screen was used for 
further analysis. 


The shape and size characteristics of the solid-metal particles ob- 
tained from the magnesium vaporization were best observed by means of 
electron micrographs of the product from run 29 (fig. 5). The hexagonal- 
shaped particles were not seen in earlier electron micrographs of less- 
pure solid product. Another observation regarding the shape of the parti- 
cles was made when the poor penetrability of the electron microscope was 
considered. The electron microscope usually will not penetrate a material 
greater than 500 angstrom units in thickness. Therefore, it was assumed 
from the observed translucence of many of the particles that these parti- 
cles were in the form of thin plates. 
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The particle-size distribution of the metal particles from run 29 
was determined by centrifugal sedimentation analysis. The result indi- 
cated that 33 percent by weight of the particles were finer than 1 micron 
in equivalent spherical diameter and 73 percent by weight finer than 2 
microns (fig. 6). 


The purity of the solids portion of the vapor condensation product 
ranged as high as 98.9 percent by weight free magnesium. The values of 
the solid-product purity in the first collector were usually higher than 
those in the second collector. This difference in purity was attributed 
to leakage of air into the system in the vicinity of the second collector. 
It was noticed that the difference in purity between the product in the 
two collectors increased as the pressure downstream from the orifice was 
decreased below atmospheric pressure. In general, the leakage of air 
into the system through pipe unions, sight gages, and other fittings 
accounted for the low purities resulting in many of the runs. During the 
operation of run 34, a leak occurred in the sight gage of the first prod- 
uct collector, while on the completion of run 35 it was noted that an 
inspection port in the spray chamber was not tightly sealed. Although a 
consistently high purity product was the ultimate goal, this was not the 
purpose in many of the runs in which it was more urgent to eliminate the 


clogging problem. a στη. 


The concentration of the product from a O.5-percent slurry to one of 
50-percent solids content resulted in & wet clay-like mass that was ex- 
tremely viscous. When sliced, the exposed surface had a metallic luster 
similar to sodium metal. The densities and concentrations (calculated as 
100 percent free magnesium) of five centrifuged samples were as follows: 


A small quantity of concentrated product was fluidized by the addi- 
tion of a surface active agent. Approximately 1.3 percent by weight of a 
glycerol sorbitan laurate was required to lower the viscosity of the clay- 
like mass to between 5000 and 10,000 centipoises. This slurry fuel, with 
a 55.4 percent by weight solids content, was burned in a small experimental 
combustor with promising results. 
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SUGGESTED IMPROVEMENTS 


Further improvement in the purity of the product should result from 
the exclusion of &ir from the entire system by operating &t pressures 
greater than atmospheric. A vaporizing pot made of a material more re- 
sistant to high-temperature. oxidation than mild steel and also resistant 
to attack by magnesium vapor would be desirable for continuous operation 
of the unit. A larger induction unit for vaporizing the magnesium would 
improve the performance of the system. 


SUMMARY OF RESULTS 


The following results were obtained from the preparation of slurry 
fuels by condensing magnesium vapor with liquid hydrocarbons: 


1. Of the solid particles formed by the condensation of magnesium 
vapor, 95 percent by weight passed through a 100-mesh screen. 


2. Sedimentation analysis of the screened fraction from one run in- 
dicated that 73 percent by weight of the particles were finer than 2 
microns in equivalent spherical diameter. 


3. The purity of the solid particles ranged as high as 98.9 percent 
by weight free magnesium. 


4. The concentration of a dilute slurry containing 0.5 percent by 
weight magnesium to one with a solids content of approximately 50 percent 
by weight produced an extremely viscous, clay-Like mass. 


o. A pumpable slurry fuel resulted from the addition of a surface 
active agent to the concentrated material. 


Lewis Flight Propulsion Laboratory 
National Advisory Committee for Aeronautics 
Cleveland, Ohio, November 24, 1953 
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TABLE I. - ANALYSIS OF MIL-F-5616 GRADE JP-l FUEL 


A.S.T.M. distillation 
D86-52, OF 
Initial boiling point 
Percentage evaporated 


Final boiling point 
Residue, percent 
Loss, percent 


Specific gravity, 60/60° F 
O 
Gravity, ~A.P.I. 
Viscosity at 32° F, centistokes 
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TABLE II. - ca AST OR DATA FOR MAGNESIUM VAPORIZATION UNIT 
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"Mixture of 9 volumes of n-heptane and ] volume of JP-1 fuel. 
PJP-1 fuel only. 
THelium not heated. 


Taverage for first 25 min. of on-atroam time; remainder of run 
with no helinm flow. 


Parcing between turns of induotion coll. 

tpyesnure rise in pot indicating clogging in system. 
VHelium heater burn-out. 

VProduot oOllectors near full capacity. 

Midjustment of induction unit required. 

“Portion of piping overheated. 

FLeak in pot due to Mg-Ni interaction 

ἄρον nearly empty. 
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TABLE III. - ANALYSIS OF PRODUCT OF MAGNESIUM VAPORIZATION UNIT 


Purity of solids? 


Free Mg in first ree Mg in second j|mesh screen, per- 
collector, percent| collector, percent |cent by weight 


ο -10 πιο το [2 


alow solid-product purity, in general, was due to air leaking into 
system. 


carbon present in product. 


*Not determined. 
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Figure 1. - Flow diagram of magnesium vaporization unit. 
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Figure 2. - Schematic diagram of magnesium vaporization unit. 
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Figure 3. - Vaporizing pot vith oonverging-diverglng orifice and spray-chamber condenser. 
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Figure 4, - V&porizing pot with sharp-edged orifice and üouble-Y condenser, 
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Figure 5. - Electon micrographs of two representative fields of magnesium particles (run 29) magnified 25,000 times. 
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Figure 6. - Particle-size distribution of typical run (29) of magnesium vaporization unit by centrifugal sedimentation. 
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